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OPTICAL ATTENUATOR EMPLOYINC A FUSION SPLIC E 

Field of the Invention 

lOOOlJ The present invention relates generally to optical fibers used in optical 
transmission systems, and more particularly to a fusion splice optical attenuator used in 
optical transmission sjslcms. 

Background of the Invention 

|0002| As dense wavelength division multiplexed (DWDM) optical transmission 
systems become more and more complex the need for controlling the power levels 
becomes increasingly important. This issue can be addressed by providing an optical 
attenuator at an} of a variety of places in such a system. For example, the process of 
maintaining sufficient optical transmission quality can be improved by precisely 
controlling the optical power levels of the output power from the transmitter lasers, 
ensuring that large variations in the launch power due to manufacturing variations are 
eliminated. In this way all transmitter lasers can be brought to the desired output power 
level. 

|0003| Some conventional optical attenuators employ separate piece-parts that are 
inserted between the ends of two optical fibers b\ means of a mechanical coupling 
device. Other optical attenuators eliminate the separate piece-parts b\ using the 
attenuation that arises in a fusion splice that is formed when two optical fibers are 
connected to one another. In a fusion splice a fiber positioner aligns the fiber ends from 
two fibers until optimum fiber-to-fiber transmission is achieved. A current is then 
supplied to two electrodes, with the resulting electric arc heating the optical fibers such 
that the two abutting ends are fused together. The heat needed to form the fusion splice 
ma\ be achieved b\ means other than an electric discharge, such as laser heating or fiame 
heating. However, electric discharge is most commonl\ cmplo\ed and is discussed, for 
example, in DA.. I^isbec. ^'Splicing Silica l ibers with an l:lectric Arc. Applied Optics. 
Vol. 15. No. 3. March 197v^. pp. 7%-7^)8. 

|0004| A conventional fusion splice optical attenuator has been achieved by 
offsetting the fibers ends so that the\ are misaligned prior to forming the fusion splice. 
Ihe degree of misalignment, which is adjusted b\ visuallv observing the fiber ends, is 
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selected to induce the desired optical loss after fusion splicing is performed. 
Unfortunately, the accuracy of this technique is limited and ma\ not be adequate for 
controlling power levels in more complex optical transmission systems, l-or example, 
with an attenuator that is to provide 5dB of loss, the precision that can be achieved may 
be only +/- I dB. 

|0005| Accordingly, there is a need to provide a fusion splice optical attenuator that 
has an attenuation which can be more preciseK tailored than has heretofore been 
achievable. 

Summary of the Invention 

|0006| In accordance w ith the present invention, an optical attenuator and a method 
of making an optical attenuator is disclosed. The method begins by arranging a first end 
of a first optical fiber and a second end of a second optical fiber so that they face one 
another in close proximity. The first and second ends of the optical fibers are then 
lateralh offset from one another and the first end of the first fiber is fused to the second 
end of the second fiber to create a fusion splice. Next, the attenuation imposed on an 
optical signal transmitted from the first to the second optical fiber and through the fusion 
splice is measured to determine an initial deviation in attenuation from a prescribed value. 
I'hc fusion splice is then re-fused while exerting an axially directed force on the first and 
second ends of the optical fiber. I he measurement step is repeated to determine a 
subsequent deviation in attenuation from the prescribed value and the re-fusion step is 
repeated to reduce the subsequent deviation in attenuation. If necessary, this process is 
repeated until a resulting deviation in attenuation falls within a prescribed tolerance. 
|0007| In accordance w ith one aspect of the invention, if the initial deviation results 
in an attenuation that is less than the prescribed value, the axially directed force is 
arranged to compress the first and second ends of the fibers. Alternatively, if the initial 
deviation results in an attenuation that is greater than the prescribed value, the axial l\ 
directed force is arranged to pull the first and second ends of the fibers apart from one 
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Brief Description of the Drawings 

|0008| FKj. I shows the lunclional elements ofa conventional fusion splicer. 
|0009| VKj. 2 shows the attenuation achieved at intermediate steps during the 
process of making 4.00 dB attenuators in accordance with the present invention. 
|0010| FKj. 3 is a table summarizing data for eleven dilTerent attenuators that were 
fabricated in accordance w ith the present invention. 



Detailed Description 

10011] The present invention provides an optical attenuator using a fusion splice 
whose aUenuation can be more precisely controlled than in the aforementioned 
conventional fusion splice optical attenuators. In particular, a conventional fusion splice 
is re-fused while the fiber ends are manipulated in a manner that will be described below. 
However, in order to facilitate a belter understanding of the present invention, a brief 
discussion will now be provided of fusion splicers and the process of forming a fusion 
splice. 

|0012] FIG. 1 schematically depicts the functional elements ofa conventional fusion 
splicer. Fusion splicer 50 comprises fiber holding means 520 and 521 (e.g.. known 
vacuum chucks or mechanical means such as spring loaded or magnetic clamps), fiber 
aligning means 530 and 53 I (e.g., comprising known servo-controlled micropositioning 
means), and means for maintaining an arc (comprising an appropriate power suppK 54) 
between electrodes 550 and 551. I 1 also shows optical fibers 510 and 511, control 
unit 54. and arc 56. l:\emplarily. the /-direction is parallel to the fiber axis, the X-/ plane 
is the "hori/ontal" plane, and the Y direction is normal to the X-/ plane, positioning 
means 530 can adjust the position of the fiber 5 1 0 in the Y and / directions, and 
positioning means 53 1 can adjust the position of fiber 511 in the X and / directions. 
I hose skilled in the art w ill appreciate that f l(i. 1 is a schematic illustration of functional 
elements, and that various necessary, but conventional, parts are not shown. For instance, 
all the parts shown in MCi. I are t\picall\ integrated into a single unit, requiring provision 
of mounting means and housing means. 

|0013| A t>pical fusion splice is formed with fusion splicer 50 in the following 
manner. After con\cntional preparatory steps such as coating stripping, liber cleaning and 
cleaving, the fibers are mounted in the apparatus, and positioned such that the ends are 
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almost in contact with one another and optically aligned in the X and Y directions. The 
fiber alignment performed by fiber aligning means 530 and 53 1 ma\ be achieved b\ 
active alignment, in which the fibers are moved laterally to obtain accurate positions 
before discharge. Active alignment ma\ empkn power monitoring methods. Power 
monitoring may be accomplished automatically by transmitting optical power through the 
fibers and detecting the power after traversing the fusion splice, in which case the 
delected power ma\ be used as a feedback signal to adjust the lateral position of the 
fibers. AlternativcK; power monitoring ma\ be accomplished visually with a microscope. 
Once the fibers are aligned the\ are moved in the z-direction to decrease the gap between 
them while an electric discharge is generated across electrodes 550 and 55 1, which 
discharge is maintained for a predetermined period. The electric discharge melts the 
fibers so that they fuse together while in the plastic state. Fusion splicer 50 may 
automatically perform the entire aforementioned process. Follow ing the formation of the 
fusion splice, conventional steps such as annealing and re-coating of the splice region 
may be performed. 

(0014| As previously mentioned, a fusion splice has been used as an optical attenuator. 

Such an attenuator has been formed b\ ofTsetting the fiber ends to induce the desired loss. 
Because the degree of misalignment between the fiber ends is determined b\ visual 
observation, the accuracx that can be achieved is limited, in turn limiting the precision in 
the value of aUenuation that can be achieved. 

10015) In accordance with the present invention, an optical attenuator formed in the 
aforementioned manner undergoes post-processing to increase its precision. In particular, 
the inventors has surprisingK determined that the value of the attenuation imparled by 
such an optical attenuator can be flnelv adjusted b\ re-fusing ihe fusion splice while 
pushing or pulling the fiber ends tow ard or aw ay from one another, l or instance, if the 
attenuation of the attenuator is below the desired value, the fusion splice can be re-fused 
while pushing the fiber ends together. I'his has the cfTect of increasing the loss in the 
fusion splice. Alternativel\. if the attenuation of the attenuator is above the desired value, 
the fusion splice can be rc-lu>eu wliilc [)uliing the fiber ends apart. I his has the effect of 
reducing the loss in the fusion splice. I hc rc-flision step ma\ be repeated as man\ times 
as needed until the desired attenuation is achie\ed. This procedure is reversible in the 
sense that after repeatedlv performing the re-fusion step while pushing (or pulling) on the 
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fiber ends the change in attenuation can be reversed b\ performing one or more re-tlision 
steps while pulling (or pushing) on the fiber ends. 

i;XAMPl.i: 

|0016| A series of fusion splice optical attenuators were fabricated as follows. After 
performing the conventional preparatory steps of coating stripping, fiber cleaning and 
cleaving, two optical fibers were mounted in a conventionaL automatic, electric discharge 
fusion splicer, available from liricsson as model number [*SIJ 995. Ihe cores of the fibers 
were deliberately offset from one another b\ a small amount and the fusion splicer 
created a fusion splice. Next, the attenuation imparted b\ the fusion splice was measured 
by connecting a light source to one end of the spliced fiber and a detector to the other end 
of the spliced fiber. If the attenuation was below its target value, the two ends of the 
fibers w ere compressed w hile a brief electric discharge w as established to re-fuse the 
splice (It should be noted that w hile in this example the duration and intensity of the 
subsequent discharge was the same as for the initial splice, more generally the parameters 
for the re-fusion process can be selected independently of the initial fusion parameters.) 
If the attenuation w as above its target value, the tw o ends of the fibers w ere pulled apart 
while the brief electric discharge was established. I he attenuation was again measured 
and the re-fusing step repeated until the resulting attenuation deviated from the target 
value b\ less than a specified amount. 

|0017| figure 2 shows the loss achieved during the process of making a 4.00 dB 
attenuator, fhe first 10 measurements were obtained after the initial fusion and before an\ 
re-fusing to determine the initial induced attenuation. I-ach measurement number 
thereafter represents one re-fusing step while either pushing or pulling on the libers as 
described above. I he two horizontal lines centered about a loss of 4.00 dB indicate the 
target precision of + 0.05 dB that is to be achieved. I he four curves each represents the 
process for a different attenuator. 

|0018| C urvc 1 illustrates an attenuator in which its initial attenuation was loo large. 
C onsequentl) the fibers were subsequentlx pulled apart during rc-lusion, w hich resulted 
in too small an attenuation (measurement no. I 1 ). then pushed together (measurements 
nos. 12 and 13). which increased the loss to within the target value of ± 0.05 dli. I he re- 
fusion process was stopped after measurement no. 13. 
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|0019| Curve 2 shows an attenuator in which the initial loss was too small and 
subsequent re-fusing steps were performed while pushing the fibers together, resulting in 
the desired attenuation of 4.00 dl). 

|0020| Curves 3 and 4 illustrate additional examples in which a few iterations were 
needed to adjust the attenuation to within the target range. 

|0021| l"l(j, 3 is a table listing 1 1 different attenuators that were formed in accordance 
with the present invention. The tabic shows the tlnal attenuation that was achieved as well 
as the number of re-fusing steps that were ncccssar\ to achieve the required precision. 
[0022] Additional fusion splice optical attenuators fabricated in accordance with this 
example imparted optical attenuation ranging between 0.1 dB and 15 dB with a precision 
of +/- 0.05 dB. This degree of precision is believed to be sufficient for most current 
applications. While the precision could have been increased even further, the number of 
times the re-fusion step would have needed to be repeated would have increased 
substantialK . Nevertheless, a precision of +/- 0.05 dB is about two orders of magnitude 
better than can be typically achieved by the conventional process of fabricating a fusion 
splice optical attenuator, which was discussed earlier. 

|0023| Although various embodiments are specitlcalK illustrated and described 
herein, it will be appreciated that modifications and variations of the present invention are 
covered by the above teachings and arc within the purview of the appended claims 
w ithout departing from the spirit and intended scope of the invention, f-or example, w hile 
the present invention has been described in terms of a f usion splice f ormed b\ electric 
discharge, the fusion splice may be formed in an\ conventional manner, including laser or 
flame heating, and w ith a fusion splicer that operates automatically or manually. 
Moreover, the present invention is applicable to both single mode and multi-mode optical 
fibers and to ribbon fibers that undergo mass fusion splicing. 



